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DESCRIPTION 
RESIN COMPOSITION 

TECHNICAL FIELD 

The present invention relates to a resin composition 
comprising a polyphenylene sulfide (hereinafter referred 
to as PPS) and a fluorinated resin, particularly to a 
resin composition whereby the dimensional accuracy of a 
three-dimensional molded product obtainable by an 
injection molding method is remarkably improved. 
BACKGROUND ART 

PPS is known as a resin excellent in heat 
resistance, solvent resistance, electrical properties, 
mechanical strength, dimensional stability, flame 
retardancy, etc, and its applications include a material 
for parts of electrical and electronic appliances, a 
material for parts of automobiles, a material for parts 
of chemical equipments and material for other functional 
parts . 

In majority of such applications, parts formed by an 
injection molding method are employed. However, the 
required properties are finely divided. For example, 
among parts which used to be processed by metal cutting 
processing etc., there are ones which are required to 
have particularly high dimensional accuracy, and it has 
been difficult to substitute PPS for them. 

The reason has been such that PPS has a low 
polymerization degree and is usually combined with e.g. 




an inorganic filler or a fiber-reinforcing agent such as 
glass fibers or carbon fibers to have properties useful 
as an engineering plastic, but when it is injection- 
molded, a phenomenon is likely to occur wherein depending 
upon the direction of alignment of the fiber reinforcing 
material, the dimension of the molded product differs, 
whereby a predetermined dimensional accuracy tends to be 
hardly obtainable. 

Further, when an inorganic filler which brings about 
no problem of the alignment direction, such as glass 
beads, zinc oxide or calcium carbonate, is incorporated 
to PPS, the problem of alignment of the filler at the 
time of injection molding, will be solved, but 
fluctuations among molding shots tend to be large, and 
the required dimensional accuracy can not be satisfied. 

For example, in order to obtain high dimensional 
accuracy of a three-dimensional molded product, there is 
a proposal such that a composition comprising PPS and a 
certain specific silane- treated silica powder, is molded 
into a connector ferrule for optical fiber (JP-A-6- 
299072), or a composition having from 0.5 to 5 wt% of PPS 
blended to a tetraf luoroethylene (hereinafter referred to 
as TFE) /per fluoro (alky Ivinyl ether) (hereinafter referred 
to as PAVE) copolymer (hereinafter referred to as PFA) , 
is used for lining by a rotational molding method (JP-A- 
5-112690) . However, such compositions are different in 
the compositional ratio from the composition of the 



present invention . 

There are also a proposal to obtain a molded product 
having the dimensional stability in oil and abrasion 
resistance improved by insert molding a cylinder piston 
from a composition comprising specific amounts of PPS, a 
fluorinated resin, a spherical filler and a fibrous 
filler ( JP-A-3-74681) , a proposal to obtain a molded 
product made of a composition comprising PPS, a 
polyvinylidene fluoride (hereinafter referred to as PVdF) 
and a homopolymer or copolymer of TFE ( JP-A-5-29520 ) , and 
a proposal to improve the mutual dispersibility of PPS 
and a fluorinated resin in a composition comprising PPS, 
a fluorinated resin having a melting point of at most 
32 0°C and an aminoalkoxy silane and thereby to improve 
the mechanical strength of its molded product (JP-A-8- 
53592). However, there is no disclosure as to whether or 
not a molded product having high dimensional accuracy can 
thereby be obtained. 
DISCLOSURE OF THE INVENTION 

An object of the present invention is to provide a 
resin composition comprising PPS, a fluorinated resin and 
further a filler, whereby a three-dimensional molded 
product having high dimensional accuracy, can be obtained 
by injection molding. 

The present inventors have conducted a study 
diligently and as a result, they have found it possible 
to accomplish the above object by incorporating to PPS a 
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specific amount of a fluorinated resin having a 
solidification temperature higher than PPS and thus have 
arrived at the present invention. 

Namely, the present invention provides a resin 
composition which comprises the following (a) and the 
following (b) in a proportion of from 50 to 99.5 wt% of 
(a) and from 0.5 to 50 wt% of (fo) in the total amount of 
(a) and (b) . Further, it provides the above resin 
composition which further contains the following (c) in a 
ratio of more than 0 part by weight and not more than 2 50 
parts by weight in the total amount per 10 0 parts by 
weight of the total amount of (a) and (b) . 

(a) a polyphenylene sulfide; 

(b) a fluorinated resin having a solidification 
temperature (Tmc) of at least 237°C when cooled at a 
cooling rate of lO^'C/min after melting in a nitrogen 
atmosphere at 33 0°C; and 

(c) at least one member selected from the group 
consisting of an organic reinforcing material, an 
inorganic reinforcing material and a filler. 

BEST MODE FOR CARRYING OUT THE INVENTION 

PPS (a) to be used in the present invention, is a 
polymer comprising repeating units of a structure which 
is substantially represented by the formula 1 and is a 
random copolymer or a block copolymer containing at least 
70 mol%, preferably at least 90 mol%, of such repeating 
units. If the repeating units are less than 7 0 mol%, it 



tends to be difficult to obtain a composition which 
satisfies the purpose of the present invention. 



O^) S— I Formula (1) 

Copolymer units other than the repeating units of 
the structure represented by the formula 1, may be 
present in a ratio of less than 3 0 mol%, preferably less 
than 10 mol%, in PPS (a) and may contain units of arylene 
sulfide structures represented by the following 
structures, within a range not to lower the crystallinity 
of the polymer. 

[•<o><2>-s-] 

[<0>o<0>-s-] 
[<0>so.<o>-s-] 

[■<o>co<o>-s-] 

(R represents an alkyl group, a nitro group, a phenyl 
group, an alkoxy group, a carboxyl group or a metal 





carboxylate group. ) 

PPS (a) can be obtained by various known 
polymerization methods. A method of reacting sodium 
sulfide with p-dichlorobenzene in an amide type solvent 
such as N-methylpyrrolidone or dime thy lacetamide or in a 
sulfone type solvent such as sulfolane, is suitable. In 
such a case, it is preferred to add an alkali metal 
carboxylate such as sodium acetate or lithium acetate to 
control the degree of polymerization. 

PPS (a) can be used, washed after completion of the 
polymerization. Further, one which is treated with an 
aqueous solution containing an acid such as hydrochloric 
acid or acetic acid or with a water/organic solvent mixed 
solution, or one which is treated with a solution of a 
salt such as ammonium chloride, may also be used. The 
melt index of PPS (a) is preferably from 0.1 to 500, 
particularly preferably from 1 to 3 00, as measured under 
conditions of a cylinder temperature of 300°C, a load of 
5 kg, an orifice diameter of 2.095 mm and a length of 8 
mm. If the melt index is less than 0.1, the fluidity at 
the time of injection molding tends to be poor, and if it 
exceeds 500, the mechanical strength of the molded 
product tends to be low, such being unsuitable for 
industrial parts. 

The fluorinated resin (b) is a fluorinated resin 
having a solidification temperature (Tmc) of at least 
237°C when cooled at a cooling rate of lO^'C/min after 



melting in a nitrogen atmosphere at 33 0°C. 

Specifically, PFA or TFE/hexaf luoropropylene 
(hereinafter referred to as HFP) copolymer (hereinafter 
referred to as PEP) may be mentioned, 

PFA is preferably one wherein the carbon number of 
the alkyl group of PAVE as its polymer component is from 
1 to 6, and polymer units based on PAVE are from 1 to 5 
mol%, which is commercially available. As PAVE, 
perf luoro (propylvinyl ether), perf luoro (ethylvinyl ether) 
or perf luoro (me thy Ivinyl ether) is preferred, and 
particularly preferred is perf luoro (propylvinyl ether). 
PFA may contain polymer units based on two or more of 
them, 

FEP is preferably one wherein polymer units based on 
HFP are from 1 to 2 0 mol%, which is commercially 
available . 

Further, as a fluorinated resin (b) other than PFA 
or FEP, a PAVE/HFP/TFE copolymer, and a polymer component 
other than PAVE or HFP/ (PAVE and/or HFP) /TFE copolymer 
may, for example, be employed. Preferred is one wherein, 
in such a copolymer, polymer units based on PAVE are from 
0 to 5 mol%, polymer units based on HFP are from 0 to 2 0 
mol%, and the total of polymer units based on PAVE and 
HFP is from 1 to 20 mol%. Specifically, a copolymer may 
be employed which contains, for example, 0.5 mol% of 
polymer units based on perf luoro (propylvinyl ether) and 
7.0 mol% of polymer units based on HFP. 



The melt index of such a fluorinated resin (b) is 
not particularly limited but is preferably at least 0.1 
as measured under conditions of 33 0°C, a load of 5 kg, an 
orifice diameter of 2.095 mm and a length of 8 mm, as the 
resin is thereby readily dispersible. The measuring 
conditions for the melt index are stipulated by ASTM 
D1238 . 

Further, such a fluorinated resin (b) can be 
produced by various conventional polymerization methods 
such as suspension polymerization, emulsion 
polymerization and solution polymerization. 

The blend ratio (a) / (b) of PPS (a) to the 
fluorinated resin (b) for the composition of the present 
invention is from 50/50 to 99.5/0.5 by weight ratio. 
Particularly preferred is from 70/30 to 95/5 (weight 
ratio) . If the weight ratio of PPS is less than 50/50, 
the fluorinated resin tends to hardly form an island 
structure clearly, and if it exceeds 99.5/0.5, the amount 
of the fluorinated resin tends to be small, whereby the 
effect of the present invention can not be expected. In 
the matrix of the composition, it is preferred that the 
sea portion is formed by PPS, and the island portion is 
formed by the fluorinated resin. 

The effect that a molded product obtainable from the 
composition of the present invention has high dimensional 
accuracy, is likely to be obtainable when the fluorinated 
resin solidifies before the solidification of PPS (a) . 



with respect to the mechanism of generation of this 
effect, (1) by the incorporation of the fluorinated resin 
(b) to PPS (a) , the pressure loss of the injection 
pressure decreases during the passage of the jnolten 
5 composition through the gate of the mold. The reason for 
this is believed to be such that the fluorinated resin 
functions as an internal lubricant. As a result, the 
injection pressure is effectively transmitted to the 
composition in the mold. The cross section of the mold 

10 is shown schematically in Figure 1. Reference numeral 1 
represents a sprue, 2 a runner, 3 a pin gate and 4 a 
molded product. 

(2) The fluorinated resin (b) solidifies before gate 
sealing i.e. in a state where the maintained pressure is 

15 effectively acting on the composition in the mold, and 
PPS (a) solidifies after the gate sealing. Via this 
solidification process of two steps, the volume shrinkage 
after gate sealing is reduced. It is considered that by 
the above functions, fluctuations among molding shots and 

20 the mold transferability are suppressed, whereby the 
effects of the present invention are generated. 

Specifically, a molded product obtainable by 
injection molding at a cylinder temperature of 330°C and 
a mold temperature of 15 0°C as shown in the Examples of 

25 the composition of the present invention, has excellent 
dimensional accuracy such that the size difference 
between position A and position B of the molded product 
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shown in Figure 2, and the difference between the maximum 
size and the minimum size at position B by 100 shot 
molding, are about 1/10 of the differences in 
conventional composition. Figure 2 is a cross-sectional 
view of the molded product and shows the dimensional 
shape. In Figure 2, the unit of the size is mm, and Dl 
represents a diameter of 2 5.0, D2 a diameter of 19.0, D3 
a diameter of 3 5.0, D4 a diameter of 24.6, D5 a diameter 
of 22.8, D6 a diameter of 19.6, LI 35.0, L2 20.0, L3 5.4, 
L4 3.0, L5 8.0 and L6 2.0. 

Further, the composition of the present invention 
contains (c) an organic reinforcing material, an 
inorganic reinforcing material or a filler in addition to 
(a) and (b) , and it may contain at most 250 parts by 
weight of (c) an organic reinforcing material, an 
inorganic reinforcing material or a filler, per 100 parts 
by weight of the total of (a) and (b) . If component (a) 
exceeds 2 50 parts by weight, injection molding tends to 
be difficult. Further, injection molding can be carried 
out even if component (c) is not incorporated. 

Specific examples of component (c) include an 
organic filler such as thermosetting resin powder ^ an 
inorganic filler such as ferrite, mica, silica, talc, 
alumina, kaolin, calcium sulfate, calcium carbonate, 
graphite, titanium oxide, zinc oxide or carbon black, an 
inorganic reinforcing material such as glass fiber, 
carbon fiber or whisker of e.g. potassium titanate or 
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aluminum borate, and an organic reinforcing material such 
as polyimide fiber. Such a component (c) may be employed 
as it is, but it is preferred to employ one having the 
surface treated with e.g. a silane coupling agent prior 
to the compounding . 

Further, a lubricant, a stabilizer, a pigment, etc. 
may be added as the case requires . 

For the preparation of the resin composition of the 
present invention, a method of charging into a hopper of 
an extruder by means of many measuring feeders or a 
method of preliminary mixing by means of a tumbler, a V 
mixer or a Henschel mixer, followed by melt kneading for 
palletizing by means of the same directional or different 
directional twin screw extruder kneader selecting screws 
having a kneading function, is employed. 

Now, the present invention will be described in 
further detail with reference to Examples (Examples 1, 2, 
8 and 9) and Comparative Examples (Examples 3 to 7 and 10 
to 13) , but the present invention is not thereby limited. 
Measurement of the solidification temperature 

Measured by means of a thermal analysis system 
SSC5200 (manufactured by Seiko Denshi Kogyo K.K. ) by 
heating a sample in a nitrogen atmosphere from normal 
temperature to 330°C at lO'^C/min, maintaining it at 330''C 
for 5 minutes and then cooled it from 330°C to 100°C at 
10°C/min. 



12 

Raw materials used 

PPS: M-2100 (solidification temperature: 237''C) , 
manufactured by Toray Corporation. 

PTFE: Fluone PTFE L-150J (no solidification 
temperature) , manufactured by Asahi Glass Company, 
Limited. 

PFA: Aflone PFA P-61 (solidification temperature: 
271°C) , manufactured by Asahi Glass Company, Limited. 

FEP: Aflone FEP (solidification temperature: 241°C) , 
manufactured by Asahi Glass Company, Limited. 

ETFE: Aflone COP C88AX (solidification temperature: 
23 0°C) , manufactured by Asahi Glass Company, Limited. 

Low melting point ETFE (hereinafter referred to as 
LM-ETFE) : Aflone LM740 (solidification temperature: 
206°C) , manufactured by Asahi Glass Company, Limited. 

PVdF: Neoflone VPS 0 0 (solidification temperature: 
15 0°C) , manufactured by Daikin K.K. 

Glass fiber: 03MAFT562, manufactured by Asahi Fiber 
Glass Company, Limited. 

Spherical silica: FB-3 5, manufactured by Denki 
Kagaku Kogyo K.K. 

Calcium carbonate: NS2 00, manufactured by Nitto 
Funka Kogyo K.K. 

The glass fiber, the spherical silica and the 
calcium carbonate were not surface treated with e.g. a 
silane coupling agent before compounding. 



EXAMPLES 1 to 6 

Introducing PPS and a filler into a hopper of a 
first feeder and a fluorinated resin into a hopper of a 
second feeder, of a same directional twin screw extrusion 
kneader having screws having two kneading portions set, 
in a weight ratio as shown in Table 1, the raw materials 
were kneaded at a cylinder temperature of 32 0°C at a 
screw rotational speed of 10 0 rpm while vacuuming from a 
vent by a vacuum pump, and a discharged strand was 
annealed and then cut into a length of 3 mm by pelletizer 
to obtain a composition. 

The cylinder temperature of an electrically operated 
type molding machine with a mold clamping of 3 0 tons, was 
set at 3 3 0°C, The prepared composition was injected 
through a pin point gate with three points, as shown in 
Figure 1 and injection-molded by a mold engraved with a 
flanged cylindrical sleeve-shape and heated to 150°C by a 
heating medium, under a condition of 800 kg/cm^ at an 
injection rate of 80 mm/sec, to obtain a molded product. 

With respect to the obtained molded product, the 
outer diameters at positions A and B in Figure 2 were 
measured by a laser scanning micrometer (manufactured by 
Mitsutoyo K.K.). The size difference (lam) between 
position A and position B (hereinafter referred to as the 
A/B size difference) , and the difference (pm) between the 
maximum size and the minimum size of 100 shots molded 
products at position B (hereinafter referred to as the B 
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size difference) are shown in Table 1. 
Table 1 



Composition 


Ex. 1 


Ex. 2 


Ex. 3 


Ex. 4 


Ex. 5 


Ex. 6 


Ex. 7 


PPS 


90 


90 


90 


90 


90 


90 


100 


Fluorinated resin: PTFE 






10 










PFA 


10 














FEP 




10 












ETFE 








10 


















10 






PVdF 












10 




Filler: Spherical silica 


100 


100 


100 


100 


100 


100 


100 


A/B size difference 


4 


6 


42 


23 


30 


50 


21 


B size difference 


6 


7 


58 


25 


23 


43 


55 



EXAMPLES 7 to 12 



Introducing PPS and a filler into a hopper of the 
first feeder and a fluorinated resin into a hopper of the 
second feeder, of the kneader used in Examples 1 to 6, in 
the weight ratio as identified in Table 2, and further 
introducing glass fiber into the extruder by a side 
feeding method, kneading was carried out in the same 
manner as in Examples 1 to 6 to obtain a composition, 
which was then molded to obtain a molded product. The 
results of the outer diameters measured with respect to 
the molded product, are shown in Table 2. 
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Table 2 



Composition 


Ex. 8 


Ex. 9 


Ex. 10 


Ex. 11 


Ex. 12 


Ex. 13 


PPS 


90 


90 


90 


90 


90 


90 


Fluorijnated resin: PTFE 






10 








PFA 


10 












FEP 




10 










ETFE 








10 






LM-Ki'i''E 










10 




PVdF 












10 


Filler: Calcium carbonate 


40 


40 


40 


40 


40 


40 


Glass fiber 


60 


60 


60 


60 


60 


60 


A/B size difference 


8 


10 


82 


43 


50 


70 


B size difference 


9 


8 


68 


25 


19 


33 



INDUSTRIAL APPLICABILITY 



With the resin composition of the present invention, 
the dimensional accuracy of a molded product having a 
three-dimensional shape, obtainable by injection molding 
thereof, is very high, and accordingly, it is useful for 
application to various parts or structural materials, for 
automobile or household electrical appliances and 
electronic fields . 
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CLAIMS 

1. A resin composition which comprises the following (a) 
and the following (b) in a ratio of from 50 to 99.5 wt% 
of (a) and from 0.5 to 50 wt% of (b) in the total amount 
of (a) and (b) : 

(a) a polyphenylene sulfide; and 

(b) a fluorinated resin having a solidification 
temperature (Tmc) of at least 237°C when cooled at a 
cooling rate of iC^C/min after melting in a nitrogen 
atmosphere at 33 0*^C. 

2. The resin composition according to Claim 1, which 
further contains the following (c) in a ratio of more 
than 0 part by weight and not more than 2 50 parts by 
weight in the total amount per 100 parts by weight of the 
total amount of (a) and (b) : 

(c) at least one member selected from the group 
consisting of an organic reinforcing material, an 
inorganic reinforcing material and a filler. 

3. The resin composition according to Claim 1 or 2, 
which comprises (a) and (b) in a ratio of from 7 to 95 
wt% of (a) and from 5 to 3 wt% of (b) in the total amount 
of (a) and (b) . 

4. The resin composition according to Claim 1, 2 or 3 , 
wherein the melt index of the fluorinated resin is at 
least 0.1 as measured under measuring conditions of 3 3 0'^C, 
a load of 5 kg, an orifice diameter of 2.095 mm and a 
length of 8 mm. 
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5. The resin composition according to any one of Claims 
1 to 4, wherein the fluorinated resin is a 

tetraf luoroethylene/perf luoro (alkylvinyl ether) copolymer 
or a tetraf luoroethylene/hexafluoropropylene copolymer. 

6. A resin composition which comprises the following (a) 
and the following (b^) in a ratio of from 70 to 95 wt% of 
(a) and from 5 to 3 0 wt% of (b^) in the total amount of 
(a) and (b^) and which further contains the following (c) 
in a ratio of from 10 to 250 parts by weight in the total 
amount per 100 parts by weight of the total amount of (a) 
and (b^) : 

(a) a polyphenylene sulfide; 

(b^) a tetraf luoroethylene/perf luoro (alkylvinyl 
ether) copolymer or a 

tetraf luoroethylene/hexafluoropropylene copolymer; and 

(c) at least one member selected from the group 
consisting of an organic reinforcing material, an 
inorganic reinforcing material and a filler. 

7. The resin composition according to any one of Claims 
1 to 6, wherein the melt index of the polyphenylene 
sulfide is from 0.5 to 500 as measured under measuring 
conditions of 330°C, a load of 5 kg, an orifice diameter 
of 2.095 mm and a length of 8 mm. 

8. A molded product obtained by injection molding of the 
resin composition as defined in any one of Claims 1 to 7 . 
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ABSTRACT 

A resin composition which comprises from 50 to 99.5 
parts by weight of a polyphenylene sulfide and from 0.5 
to 50 parts by weight of a fluorinated resin having a 
solidification temperature of at least 237°C when cooled 
at a cooling rate of 10°C/min after melting in a nitrogen 
atmosphere at 33 0°C, and from 0 to 2 50 parts by weight of 
a filler, etc. per 10 0 parts by weight of the two 
components . 
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Declaration and Power of Attorney For Patent Application 
Japanese Language Declaration 



As a below named inventor, I hereby declare that: 

My residence, post office address and citizenship are as stated 
next to my name. 

I believe I am the original, first and sole inventor (if only one 
name is listed below) or an original, first and joint Inventor (If 
plural names are listed below) of the subject matter which Is 
claimed and for which a patent Is sought on the invention 
entitled. 

RESIN COMPOSITION 



the specification of which 
□ Is attached hereto. 

m. was filed on March 17, 1999 

as United States Application Numtier or 

POT International Application Number 
PC T/JP99/01323 and was amended on 

(If applicable). 

I hereby state that I have reviewed and understand the 
contents of the above Identified specification, including the 
claims, as amended by any amendment referred to above. 

I acknowledge the duty to disclose information which is material 
to patentability as defined in Title 37, Code of Federal 
Regulations, Section 1 .56. 
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Japanese Language Declaration 



I hereby claim foreign priority under Title 35, United States Code, 
Section 1 1 9 (a)-(d) or 365(b) of any foreign application(s) for patent 
or inventor's certificate, or Section 365(a) of any PCT International 
application which designated at least one country other than the 
United States, listed below and have also identified below, by 
checking the box, any foreign application for patent or inventor's 
certificate, or PCT international application having a filing date 
before that of the application on which priority is claimed. 

Priority Claimed 



Prior Foreign Application(s) 

10-070848 

(Number) 

(*^) 



Japan 



(Country) 

(S«) 



(Number) 

(#-^) 



(Country) 



(Application No.) 



(Filing Date) 

(*KS) 



365* (c) ^^m-Jimm^zz^z^mLt-r. ^tz. ^aM^??^ 



PCT/JP99/01323 
(Application No.) 

(ffilBS^) 



{Application No.) 

(*M»^) 



March 17, 1999 
(Filing Date) 

(dttMH) 



(Filing Date) 

(mMH) 



titzmmommRxi^ittrnmonMiit^mmmmimmiooi 



zz(iZ±m0ct<m9i»L^iro 



19 /March/ 19 9 8 

(Day/Month/Year Filed) 

(ffiH^^B) 



(Day/MonthA'ear Filed) 



E □ 

Yes No 

□ □ 

Yes No 



1 hereby claim the benefit under Title 35, United States Code, 
Section 119(e) of any United States provisional application(s) listed 
below. 



(Application No.) 

(mss-^) 



(Filing Date) 

(ffiSS) 



I hereby claim the benefit under Title 35, United States Code, Section 
120 of any United States applicatjon(s), or Section 365(c) of any PCT 
International application designating the United States, listed below 
and, insofar as the subject matter of each of the claims of this 
application is not disclosed in the prior United States or PCT 
International application in the manner provided by the first paragraph 
of Title 35, United States Code Section 112, 1 acknowledge the duty 
to disclose information which is material to patentability as defined in 
Title 37, Code of Federal Regulations, Section 1 .56 which became 
available between the filing date of the prior application and the 
national or PCT International filing date of application. 

Pending 

(Status: Patented, Pending, Abandoned) 

mm : wfpwnits. mmm) 

(Status: Patented, Pending, Abandoned) 

\ hereby declare that all statements made herein of my own 
knowledge are true and that all statements made on information 
and belief are believed to be true; and further that these statements 
were made with the knowledge that willful false statements and the 
like so made are punishable by fine or imprisonment, or both, under 
Section 1001 of Title 18 of the United States Code and that such 
willful false statements may jeopardize the validity of the application 
or any patent issued thereon. 
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Japanese Language Declaration 

mH'-ik : mtTm<Dmm^t LT, ^mmi^zmir^—mo^mn power of attorney: as a named inventor, I hereby appoint 

^^m^mmm^zMLrmfitt^M±ttc&iXmAt LT. the following attorney(s) and/or agent(s) to prosecute this 

TIEcO#=&}B^lr^/'^ L^To application and transact ail business in the Patent and Trademark 

{#M±. ttzitiXmAo^m'B&X^^MS^iWiOZt) Office connected therewith: (list name and registration number) 

Norman F. Obion, Reg. No. 24.61 8: Marvin J. Spivak, Reg. No.„g4Ji3; C. Irvin McClelland, Reg. No.^21J24; Gregory J. Maier, Reg. No. 
25.599; Arthur I Neustadt, Reg. No. 24^854; Richard D. Kelly, Reg. No^,_27^57; James D. Hamiiton, Reg. No. 28_^21 ; Eckhard H. Kuesters, 
Reg. No. 2 8,870 ; Robert T. Rous, Reg. N o. 29,09 9; Charles L. Gholz, Reg. No.„2^^5: William E. Beaumont, Reg. No^,.^^6; Jean-Paul 
Lavalleye, Reg. No. 31,451; Stephen G. Baxter,' Reg. No^_32j^884; Richard L. Treanor, Reg. No . 36,379 ; Steven P Weihrouch, Reg. No. 
32^829; John T Goolkasian, Reg. No. 26,1 42 ; Richard L. Chinn, Reg. No. 34.305 : Steven E. Lipman, Reg. No. 30.01 Ij Carl E. Schlier, Reg. 
No. 34,426 ; James J. Kulbaski, Reg. No. _34-.648 ; Richard A, Neifeid, Reg. No. 35,299; J. Derek Mason, Reg. No. 35,270 ; Surinder Sachar, 
Reg. No..34,423: Jeffrey B. Mclntyre, Reg. No, 36J67; William T Enos, Reg. No.^342a; Michael E. McCabe, Jr., Reg. N cl37.182: B radley 
D. Lytle, Reg. No.JtOJlZS; and Michael R. Casey, Reg. No. 4iL2i4, with full powers of substitution and revocation. 



WM^i^^c Send Correspondence to: 

OBLON, SPIVAK, McCLELLAND, MAIER & NEUSTA DT, P.O. 
FOURTH FLCX3R 
1755 JEFFERSON DAVIS HIG HWAY 

% ARLINGTON, VIRGINIA 22202 U .S A 
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Full name of sole or first joint inventor 
Yasuki Miura 




Inventor's signature Date 




Residence 

Kanagawa., Japan cJ PK 




Citizenship 

Japanese 




Post Office Address 
c/o Asahi Glass Company Ltd., 




474-2, Tsukagoshi 3-chome, Saiwai-ku, 
Kawasaki-Shi, KANAGAWA 210-0924 JAPAN 




Full nanne of second joint inventor, if any 
Fukuo Kanno 




Second joint Inventor's signature Date 




Residence 

Kanaaawa , Japan PA 


mm 


Citizenship 

Japanese 




Post Office Address 
c/o Asahi Glass Company Ltd., 




474-2, Tsukagoshi 3-chome, Saiwai-ku, 
Kawasaki-shi , KANAGAWA 210-0924 JAPAN 



{%^\>Xn<0^nmn^^z.-o\ I^=lltc:iH^b. ««-r S C ^ ) (Supply similar information and signature for third and subsequent 

joint inventors.) 



Direct Telephone Calls to: (name and telephone number) 

(703) 413-3000 
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Full name of third joint inventor, if any 








Third joint Inventor's sign^re /? *f iP^^^ / 








Residence ^ 
JKajia^awa , Japan O K/v 






MM 


Citizenship 
Japanese 








Post Office Address 
c/o Asahi Glass Company Ltd. . 








474-2, Tsukagoshi 3-choine, Saiwai-ku, 
Kawasaki-shi , . KANAGAWA 210-0924 JAPAN 














Full name of fourth joint inventor, if any 








Fourth joint Inventor's signature Date 








Residence 








Citizenship 








Post Office Address 
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Full name of fifth joint inventor, if any 








Fifth joint Inventor's signature Date 








Residence 








Citizenship 








Post Office Address 






















Full name of sixth joint inventor, if any 








Sixth joint Inventor's signature Date 








Residence 








Citizenship 








Post Office Address 
















(Supply similar information and signature for third and sub- 
sequent joint inventors.) 
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